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A PROCESS FOR THE LEACHING OF CHALCOPVRITF 
FIELD OF THE INVENTION 

This invention relates to the leaching of chalcopyrite in order to recover the 
copper values therein and more particularly to a process in which ferric ions 
which are preferably, but not necessarily, bacterially generated, are employed to 
effect oxidation of the sulphide material in the chalcopyrite. 

BACKGROUND TO THE INVENTION! 

The leaching of sulphide materials using ferric sulphate to oxidise the sulphide 
mineral usually leads to rapid oxidation and thus dissolution of the required 
values. The surface potential of the mineral in such a case is usually in the range 
of -550 to 666mV and the rate of leaching is generally expected to increase with 
increasing potential. This is the case- for such sulphide minerals as pyrite (F e S 2 j; 
arseno-pyrite (FeAsS); chalcocite (Cu 2 S); and sphalerite (ZnS). 

However, in the case of chalcopyrite, leaching using ferric sulphate takes an 
inordinate length of time, presumably as a consequence of passivation of the 
exposed surfaces of the sulphide material. The exact nature of the mechanism 
whereby passivation occurs is not entirely clear and is presumed to be due to the 
formation of a passivating film on the chalcopyrite crystal surface which thus 
forms a diffusion barrier. 



One attempt to overcome this difficulty has been the proposed use of activators 
or catalysts in the leaching system, One successful catalyst has been shown to 
be silver (see for Patent No. 3856913). However, as far as 

20 Applicant is aware, no commercial process has been developed to operate 
utilising such a catalyst presumably because of the high cost of silver and 
difficulties experienced in recovering for recycle purposes. Other proposals 
have been the use of HgS; As 2 S 3 ; SnS'-and, Cos. None of these have proved 
to be commercially successful as far as the Applicant can determine. 
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It is, accordingly, the object of this invention to provide an effective process for 
leaching chalcopyrite without the use of any costly or deleterious activators or 
catalysts. 

SUMMARY OF THE INVENTION 

In accordance with this invention there is provided a process for leaching 
5 chalcopyrite iri which ferric sulphatis is used to oxidise the sulphide, material, the 
process being characterised in that the process conditions are actively controlled 
to cause the surface potential of the chalcopyrite to be maintained, within the 
range of 350 - 450mV measured against a standard Calomel reference electrode 
for at least a significant time period during which leaching is carried out. 

ip Further features of the invention provide for the process conditions to be actively 
controlled by controlling at least the ferric ion (Fe 3t ) to ferrous ion (Fe 2 *) ratio 
with such control being carried out by controlling the oxygen supply to . the 
ferrous ion oxidation process,^ and for the oxidation of the ferrous ions to ferric 
ions to be carried out using a bacterial oxidation process, preferably conducted 

1 5 in a separate reaction vessel in which :case the residence time -of circulating leach 
solution in the bacterial oxidation vessel may be actively controlled. 

Additional features of the Invention provide for the chalcopyrite to be fine milled 
prior to leaching in order to increase the available surface area thereof and 
promote crystallographic dislocations; for the oxidation of elemental sulphur >. 
20 products to be prevented during the leaching process; and for leaching to be 
carried out at elevated temperature. 

Still further features of the invention provide for the leach solution to be circulated 
from the leach process to a copper removal step such as a solvent extraction or 
an electro-winning process in which dissolved copper is removed to some extent 
25 prior to circulating the leach solution to a bacterial ferric ion regeneration step 
preparatory to the leach solution being returned to the leach process in a 
continuous circuit. •> . , 
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In the implementation of this invention, it is important that the surface potential of 
the chalcopyrite be maintained in a narrow band within that specified. In this 
regard it is to be noted; that the equilibrium potential measured using a platinum 
8lectrode in witn a Calomel electrode the slurry redox potential may be 

found to represent a mixed PPtehtial :c6nsequ the 
"corroding" sulphide; ^ Factors such as the 

presence of more electro-chemically active minerals such as chalcocite with the 
chalcopyrite, or the contact of less electro-chemically active minerals such as 
pyrite with the chalcopyrite (galvanic effects), will accentuate the difference 
between the true surface potential and the slurry potential measured using a 
platmum electrode. Ideally, the surface potential of the chalcopyrite should thus 
be measured directly using a chalcopyrite crystal electrode or composite 
electrode made from chalcopyrite powder or concentrate. Moreover due to the 
slow kinetics associated with chalcopyrite leaching the difference between the 
slurry redox potential and the chalcopyrite surface potential will in all probability 
be small (less than 20m V). ■ 

Impurities present in the chalcopyrite are also thought to play a catalytic role in 
promoting chalcopyrite. instability, and consequent solubility. This effect ' plus the 
effectiveness of fine milling on promoting instability, is sample specific and is 
dependant on the origin of the sample. .This will result therefore from differing 
geophysical conditions under which the chalcopyrite was formed and the 
different levels of impurities embodied therein. 

The most cost effective process to be used on any particular ore or concentrate 
will be determ.ned empirically with the four basic variables being: 

0) the surface potential of the chalcopyrite; 

GO the temperature at which the leach is effected; 

(iii) the pH at which leaching is effected; and 

Ov) the fineness to which the ore or concentrate is ground. 

In regard to the above it has been found that the surface potential range or 
window" varies for different chalcopyrites, and apparently depends on 
m.neralogical characteristics related to crystal structure, aystal impurities and 
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associated minerals and impurities present in the ore being treated. Similarly, the . 
most cost effective temperature, pH, and fineness of ground will vary. 

The application of the process of this invention can be expanded to include not 
only processes treating chalcopyrite-containing concentrates by stirred tank 
5 ,eacnin . 9 me * h °? s ' but also processes for treating chalcopyrite-containing ores 
by simple heap percolation leaching methods 

Control of the surface potential or more generally, in a leach process, the slurry 
redox potential, can be achieved in' any! convenient manner as will be apparent to 
those skilled in the art such as, for example, by controlling the supply of O to the 
10 oxidation process and/or by varying the residence time in a separate ferric ion 
generation reaction. ' 

In order that the invention may be more fully understood, various tests which 
have been carried out will now be described with reference to the accompanying 
drawings. 

BRIEF DESCRIPTION OF THE DRAWINGS 

15 In the drawings:- \ 

FIG's 1 - 3 are each graphical representations of results obtained showing 
copper and zinc dissolution over a period of time and also showing 
the slurry redox potential on a second y axis in terms of the prior art; 

FIG's 4 -6 are each graphs showing dissolution of copper from chalcopyrite 
20 under different leaching conditions in accordance with the invention; 

F,G - 7 is a circuit diagram of test equipment used in testing 

the indirect oxidation of the chalcopyrite; 



FIG. 8 



shows graphical results of leaching of a different 
chalcopyrite; 
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F1G. 9 is a flow diagram illustrating column leaching test 

apparatus; and, 

FIG's 10 

& 1 1 show graphical results of two column leach tests. 

DETAILED DESCRIPTION WITH REFERENCE TO THE DRAWINGS 

5 LEACH TEST NO. 1 (COMPARATIVE) 

. Figure 1 shows the results of a batch bioleach test using a South African 
copper-zinc sulphide flotation concentrate and in which no active control over the 
process variables was exercised in order to control the surface potential of the 
chalcopyrite. The concentrate assayed 28% copper, 33% sulphide, 32% iron and 
-! o 2% zinc; The copper was present almost exclusively as chalcopyrite and the zinc 
as sphalerite. 

The bioleach test was carried out in a plastic tank containing 2 litres of a 
concentrate slurry. The tank had a conical base with the air introduced at the 
base of the cone sen/ing to both mix the slurry anjd provide the oxygen and 

15 carbon dioxide required for the bioleach reactions. The carbon dioxide in the air 
supplied was; supplemented by additional carbon dioxide gas to give an overall 
volumetric concentration of approximately .1000 parts-per-milHon qf carbon 
dioxide. The ' temperature of the bioleach slurry was controlled at approximately 
35 V C using an infra red lamp heating the outside of the plastic tank. The initial 

20 concentration of concentrate (mass basis) was 15%. The fineness of the 
concentrate grind was 80% passing a 75^m screen. The leach medium 
contained inorganic mineral salt nutrients required by the bacteria for growth, 
where the concentration of these in grammes per litre of liquor was - ammonium 
sulphate 2; di-potassium hydrogen phosphate 0.5; magnesium sulphate 0.5; 

25 . and calcium nitrate 0.05. At the beginning bf the test sulphuric acid was added to 
adjust the initial pH to 1.8 before the bacterial culture was added. The bacterial 
culture used was a mixed culture of iron-oxidising bacteria containing Thiobac/iius 
ferrooxidans, Thiobacilius thio-oxidans and Leptospirillum ferrooxidans bacteria. 
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This period of increased leach rate is directly related to the time period over 
which the slurry redox potential fell within a narrow range of 350 to 400mV. After 
day 21 the slurry redox rapidly increased to above 550mV and under these 
conditions copper extraction ceased. On completion of the test, analysis of the 
final leach residue showed that sulphide oxidation had occurred only as far as 
elemental sulphur. 

LEACH TEST NO. 3 (COMPARATIVE) 

The leach conditions in this comparative test were generally identical to those 
used in Test No. 2. The results of this test are shown in Figure 3. The difference 
between this test and that in Test No. 3 is that on day 16 the pH was allowed to 
drop below 2.0. This caused the onset of bacterial oxidation of elemental sulphur 
and, as the data in Figure 3 shows, there was an immediate decrease in the rate 
of copper leaching. This result indicates that onset of elemental, sulphur 
ox.dat.on acts to remove reacting components from the surface of the 
chalcopyrite which had promoted instability of the chalcopyrite. and which 
subsequently allowed passivation of the chalcopyrite surfaces to occur. 

LEACH TEST NO. 4 (THE INVENTION) 

Chemical leach tests using dilute sujphuric acid-ferric sulphate leach liquid for 
oxJdation of the chalcopyrite and which closely simulate the bioleach process 
described in Test No. 3 above were carried out. These tests were carried out in 
500 millilitre volume laboratory glass reaction vessels. These reaction vessels 
were equipped with temperature control by means of a double wail in the glass 
vessel through which water at the required temperature was passed. The leach 
slurry was mixed by a magnetirally-coupled stirr^ base of the vessel. The 
P H of the leach solution was controlled at the required level using a combination 
glass-reference pH electrode in the vessel connected to an autotitrator which 
dispensed sulphuric acid to the vessel. The slurry redox was controlled using 
platinum and reference electrodes in the vessel connected to an autotitrator 
which dispensed a suitable oxidant solution to the vessel. The volumes of 
oxidant and acid added over time during the test were recorded on a computer . 
connected to the autotitrators. The oxidant used for redox control was 
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potassium permanganate solution. The addition of this oxidant maintained a 
chosen Fe 3+ :Fe 2+ ratio where this ratio (through the Nernst equation) has the 
dominant effect on the measured redox potential. 

The leach tests were set up by introducing 13.8 grammes of the finely ground 
South African concentrate used in Test No's 1 to 4 into the vessel together with 
an initial 125 millilitres of leach solution at the required pH and an initial iron 
concentration of 3;grammes per litre. The initial leach solution also contained the 
bacterial inorganic mineral salt nutrients at the concentrations given for Test No. 
1.- With the addition of permanganate solution and acid during the course of the 
test for redox and pH control, respectively, the final slurry volume in the reaction 
vessels was generally around 400 millilitres. 

The tests were carried out with the slurry redox controlled at between 370 and 
400mV and the pH at 1.5. Tests were carried out at temperatures of 35, 55 and 
80* C. the levels of copper leached during the course of the tests were 
calculated from . the amount of oxidant added together with the final copper 
extraction determined by assaying copper remaining in the final concentrate 
leach residue. 

The test result at 35* C is shown in Figure 4. Examination of the data shows that 
around. 20% of the copper was leached over the first 1 .5 days, and thereafter the 
rate of copper leaching accelerated so that around 98% of the copper was 
leached after 3 days. The analysis of the final residue showed the sulphide was 
oxidised to elemental sulphur. In these tests, without bacteria present, it was 
shown that the pH could be reduced to values below 2.0 without elemental 
sulphur oxidation and without decreasing the rate of chalcopyrite oxidation. 

Figures 5 and 6 show the sarne data at 55 and 80* C, respectively, and these 
data illustrate the improvement in leach rates attainable with increasing 
temperature. At 55* C 98% of the. copper was extracted within 24 hours, and at 
80* C 98% extraction was achieved in 5 hours. 
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LEACH TEST NO. 5 (THE INVENTION) 

This test serves to demonstrate the continuous operation of chalcopyrite 
leaching using bacterially generated ferric ions and illustrates the importance of 
redox potential control. To achieve this, chalcopyrite was leached by a ferric 
medium generated in a continuously operated indirect bacterial oxidation system 
The .nd«rect oxidation testwork circuit employed is illustrated in Figure 7. 

The sulphide oxidation reactor (1) had a working volume of 10 litres and was 
operated as a single stage continuous stirred tank reactor (CSTR). The reactor 
was mechanically agitated but no air was introduced. Chalcopyrite. identical to 
that used in Test No's 1 to 4 was continuously fed into- the reactor as a 10% 
solids slurry stream. The liquid phase in this stream contained the dissolved 
bactenal inorganic mineral salts nutrients as described for the previous tests 
The volumetric feed rate of the feed slurry was chosen in relation to the required 
solids res.dence time. Leach residue slurry was simultaneously removed at the 
same volumetric rate as that of the feed slurry. Sulphuric acid was also added to 
15 the sulphide oxidation reactor for pH control. 

The ferric required for the leach reactions in the sulphide oxidation reactor was 
generated in a separate bacterial ferric iron generator stage (2). To facilitate this 
slurry containing dissolved Fe 2+ produced by the leach reactions was 
continuously removed from the sulphide oxidation reactor and passed to a 
20 solid-liquid separation stage in the form of a simple cone settler (3). 

The settled solids were returned to the sulphide oxidation reactor and the liquor 
passed to a holding tank (4). From this holding tank the liquor was passed to an 
electrolytic cell (5) to remove copper from solution as copper metal. This Was 
done to maintain the concentration of dissolved copper in the circuit within the 
required range. The leach solution was then passed to the bacterial ferric ion 
generator (2) to achieve re-oxidation of the Fe 2+ to Fe 3 \ 

The generator (2) used comprised a 15 litre column containing vertically 
arranged stainless steel mesh which served to passively immobilise the bacterial 
cells. The bacterial culture used was the same mixed culture as already. 



25 
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described. The generator (2) was sparged with carbon dioxide-enriched air at 
the base at a flow rate sufficient to ensure that the rate of bacterial Fe 2+ to Fe 3+ 
oxidation was not limited. The temperature in the generator was controlled at 
approximately 35" G. 

5 From the generator the regenerated liquor, normally at a redox of > 600mV was 
passed to a-second holding tank (6). A portion of the contents of the second 
holding tank was occasionally manually removed Ifor ferHc iron precipitation 
to reduce the concentration of total iron in the circuit. The liquor after iron 
removal was returned to the second holding tank. 

10 The high redox liquor was then passed back to the sulphide oxidation reactor. 
The redox potential in the sulphide oxidation reactor was controlled by the rate of 
addition of the high redox high Fe 3+ liquor, and was monitored by platinum and 
reference electrodes in the reactor connected to a controller which was in turn 
connected to a pump (8) connected to the second holding tank (6). The pH in 

is the sulphide oxidatibh reactor was controlled Using a combined glass-reference 
pH electrode in the reactor connected to a controller which controlled the amount 
of sulphuric acid dispensed to the reactor. 

The indirect bacterial oxidation system was successfully operated continuously 
over a period of two rfronths. The total iron and copiper concentrations were 
20 controlled throughout at between 15 and 25 grammes per litre by precipitation of 
iron and electrowinning- of copper respectively. The residence time of the 
chalcopyrite in the sulphide oxidation reactor was maintained at 24 hours. The 
temperature in the sulphide oxidation reactor was maintained throughout at 55* 
- c. 

25 The first condition of steady state operation was established with a chalcopyrite 
surface potential of 380m V where this corresponded to a measured slurry redox 
potential in the sulphide oxidation tank controlled at 390mV. The extent of 
copper and zinc leached from the feed solids were 74 and 94% respectively. This 
agrees closely with the 72% copper leaching which can be predicted by 

30 combining the purely chemical leaching data for the concentrate at 55' C shown 
in Test No. 4 (Figure 5) with the mathematical modelling of a single-stage CSTR. 
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A second steady state was established under identical test conditions but with a 
slightly higher controlled slurry redox potential in the sulphide oxidation reactor of 
4Q0mV r . At this raised potential the extent of copper leaching dropped to 45%, 
thus, illustrating the sensitivity of the potential which Is selected for any particular 
chalcopyrite. Conversely, the extent of zinc leaching increased to above 94% as 
would be expected of this sulphide mineral at the higher redox potential. 

LEACH TEST NO. 6 

A series of chemical leach tests using dilute sulphuric acid-ferric sulphate 
oxidation was carried out in a similar manner to that described for Test No. 4. 
The leach tests were carried out using a North American copper sulphide 
concentrate.. The concentrate assayed 30.3% copper, 34.3% sulphide and 
29.9% iron. Trie copper was present almost exclusively. (77% of concentrate 
mass) as: chalcopyrite with only minor quantities (approximately 2% mass) of 
other copper sulphides (chalcocite,. digenite and covellite). The other sulphide 
present in asignificant amount was pyrite (7% mass). The original grind of the 
concentrate sample was 90% passing 103.8pm. 

Trie first two chemical leach tests were carried out at a temperature of 35* C. 
These two tests were carried Out with the slurry redox potential controlled at 
394mV and 444mV. A second two tests were carried out at the same redox 
potentials but using concentrate which had been fine milled to 90% passing 
6.9//m. The test results are summarised in Table 1 . 

TABLE 1 : FERRIC LEACHING OF A NORTH AMERICAN CHALCOPYRITE 
CONCENTRATE AT 35* C 



CONCENTRATE 

GRIND 
(90% LESS THAW 


SLURRY REDOX 
POTENTIAL 
mVvsSCFV 


COPPER SOLUBILISED 
AFTER 48 HRS 
(%) 


103:R 


394 


10,5 


1038 


444 


16.1 


69 


394 


16.8 


6.9 


• 444 


15.9 
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Fine milling of chalcopyrite concentrates may often improve leach kinetics and 
copper extractions by increasing the surface area for leaching or to promote 
crystallographic dislocations. For this concentrate, finer grinding of the 
concentrate does not appear to improve leach kinetics and copper extraction. 
5 The copper extractions achieved at the. two redox potentials employed did hot 
exceed 17%. 

For more refractory chalcopyrite concentrates of this sort an increase in the 
leaching temperature is usually necessary to achieve acceptable copper leach 
kinetics and extractions. 

10 A further series of tests were carried out at 70* C using both the original 
concentrate i and a concentrate sample fine milled to 90% . passing 6,9/jm; Six 
tests were carried out on each concentrate sample at slurry redox potentials of 
394, 404, 414, 424, 434 and 444mV. The test results are summarised in Figure 8, 

For the fine milled concentrate (90% passing 6.9/vrri) the test results show that 
15 high copper. recoveries (>98%) are possible within a 48 hour period within a 
redox potential window of 414 to 434mV. Above or below this range the copper 
leach kinetics are less favourable. The test results also show, however, that 
comparable high copper extractions are also possible for the more coarse . 
original concentrate (90% passing 103.9pm) but within a narrower window of 
20 redox around 41 4mV. If follows that for this concentrate the added processing 
costs of finer milling of the concentrate to rnaximise copper leach kinetics and 
recovery can be avoided by employing the redox potential window of around 
414mV. 

ORE COLUMN LEACH TESTS 

25 Column ieach tests using ore particles were designed to simulate an indirect 
bioheap leach process in which dilute sulphuric-ferric sulphate leach liquor to be 
percolated oyer the . heap is generated in a separate bacterial ferric generation 
process external to the heap of ore. A key aspect of this type of indirect bioleach 
process is that it allows for the redox potential (ferric to ferrous iron ratio) of this 

30 leach liquor to be chosen. This can be compared to a direct bioheap leach in 
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which the bacterial oxidation reactions, including oxidation of ferrous iron to ferric 
iron, occur within the heap of ore and any control of redox potential is extremely 
difficult, if not impossible. 

The experimental equipment used in the laboratory column leach tests is shown 
in the attached line diagram of Figure 9. The column leach tests were carried out 
using approximately 15kg of crushed ore sample in 1 metre high by 0.12 metre 
d.ameter plastic columns. The columns (9) had a water jacket (10) surround 
them allowing the temperature in the column to be controlled at 35* C The liquor 
was percolated through the column at a rate of 27 litres per square metre of ore 
surface per hour and collected into the sump (11) below the column the 
required ferricrferrous iron ratio (redox potential) in- the sump was controlled at 
the required Jevel by addition of hydrogen peroxide solution to the sump This 
effectively simulated the external bacterial ferric iron generation step. Nitrogen 
gas was bubbled through the liquor in the sump to promote mixing and also 
through the column of pre from the base to minimise the chance of bacterial 
growth being established on the ore particles in the column. 

The^ leach liquor contained the same concentrations of bacterial nutrients 
indicated for leach Test No. 1. The pH of the leach solution in the sump was 
controlled at 0.8 by the addition of sulphuric acid. 

The ore sample assayed 1.07% copper. 3.5% iron and 2.1% sulphide 
M.neralogical analysis indicated that the approximate sulphide mineral mass 
contents of the ore were 1.5% chaJcbpyrite; 0.5% chalcocite, digenrte and 
covellrte; <0.5% bomrte- and 2.5% pyrrte. To further assess the amount of 
non-chalcopyrrte copper sulphides and chalcopyrite in the ore. a sample of ore 
was subjected to cyanide leaching. It is normally found that the noh-chalcopyrite 
copper sulphides are readily soluble in cyanide whereas chalcopyrite is not 
These leach results indicated that 51% of the copper was present as easily 
leachable non-chalcopyrrte copper sulphides and the remaining 49% as " 
chalcopyrite. 
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COLUMN LEACH TEST 1 

Two comparative tests were carried out using ore crushed to minus 6 mm. In the 
one test the redox potential in the sump was controlled at a "high redox" level of 
505mV, and in the other at a "low redox" level of 396mV. These results are given 
in Figure 10 where the percent copper recovery estimated from copper in 
solution is plotted against the leaching time, These - data show that initially a 
higher copper extraction rate is achieved, presumably because the easily 
leachable hon-chalcopyrite copper sulphur leach faster at the higher redox 
potential, with the final extraction levelling off at a maximum copper extraction of 
67%. At the lower redox potential the rate of copper leaching is lower, 
presumabIy becau ® e tne non-chaicopyrite copper suiphide leach at a slower rate 
at the lower redox potential, but with the final copper extraction levelling off at the 
hi ? he r Value of 83%: »t is reasonable to assume that -all the readily leachable 
copper was leached in each case, and taking the figure of 49% copper occurring 
as chalcopyrite, it can be calculated that 33% of chalcopyrite copper was leached 
at the high redox potential, t the lower redox potential it could be similarly 
calculated that chalcopyrite leaching had increased to 65%. 

COLUMN LEACH TEST 2 

This leach test was similar in most respects to the column leach test i. In this 
case the ore sample was crushed to -12mm and the leach test was carried out in 
2 phases - an initial phase up to day 135 in which the high redox (505mV) was 
employed and a second phase in which the redox potential was adjusted to the 
lower level (396mV). These results are given in Figure 11. 

During the initial high redox potential phase copper extraction finally levelled off at 
a maximum of 58% after 135 days. Assuming again that, all the non-chaicopyrite 

25 has leached, it is calculated that in this case 14% of the chalcopyrite copper had 
been leached: After the redox potential of the leach solution was reduced on day 
135 additional leaching of copper occurred with the extraction finally levelling off 

.-. at a. value of . 81%. Itjs again calculated that this represents an overall 61% 
extraction of chalcopyrite copper. 



15 
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Taken together, the above testwork data indicate lower levels of copper 
extraction from the chalcopyrite component of the ore at the higher redox 
potential, w^ere this is typically observed due to passivation of chalcopyrite 
under these conditions. Leaching in a lower redox window improved 
5 chalcopyrite leaching even in a more complex ore percolation leach process 
where additional factors such as percolation efficiency, mass transfer effects and 
precipitation of iron and sulphur can be dominating process parameters. 

From the above it will be understood that the invention provides an extremely 
simple process for effectively leaching copper from chalcopyrite which does not 
10 involve the use of any costly or otherwise deleterious catalysts or activators and 
which relies entirely on controlling and setting the leaching parameters and 
conditions. 

It must be understood that other embodiments are possible without departing 
from the scope of the invention. 
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1. A process for leaching chalcopyrite in which ferric sulphate is used to 
oxidise th^ Jsulphide the process being characterised in that the 
process conditions: are actively controlled to cause the surface potential of 
the chalcopyrite to be maintained within the range of 350 - 450mV 
measured against a standard Calomel reference electrode for at least a 
significant time period during which leaching is carried out. 

2. A process as claimed, in claim 1 in which the process conditions ;are at least 
. in part actively controlled by controlling the ferric ion (Fe? + ) to ferrous ion 

(Fe 2+ ) ratio in the leach solution. 

3. A process as claimed in claim 2 in which the ferric to ferrous ion ratio is 
controlled by controlling the oxygen supply to the ferrous ion oxidation 
process. 

4. A process as claimed in either of claims 2 or 3 in which the oxidation of 
ferrous to ferrous ions is a bacterial oxidation process. / 

5. A process as claimed in claim 4 in which the bacterial oxidation, process is 
carried out in a separate reaction vessel and leach solution is cycled 
through the leaching process. 

6. A process as claimed in claim 5 in which the bacterial oxidation process is 
allowed to proceed beyond the desired redox potential and the redox 
potential in the leaching reactor is controlled by controlling the rate of 
addition of ferric rich leach solution to the leaching reactor. 

7. A process as claimed in any one of the preceding claims in which .additional 
process conditions selected from: 

(i) the actual surface potential or surface potential range 

within the range of 350 to 450mV; 

(ii) the temperature of the leach process; 
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0*0 the pH of the leach process; and, 

(iv) the fineness of the grind of the chalcopyrite 

are selected empirically to provide a process having acceptable 
effectiveness. 

5 & A process as claimed in any one of the preceding claims in which the leach 
solution is circulated from the leach process to a copper removal step to 
remove a portion of the dissolved copper. 
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9. 



A process as claimed in any one of claims 1 to 5 in which the process is a 
heap leaching process in which the leach solution is conditioned to provide 
the said surface potential. 
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